ART. 23]
POROUS CONCRETE SLAB SLOPE PROTECTION
765
The porous concrete was laid on a 4-in. bed of Y% in. to J^ in. cleaned gravel as indicated in Fig. 9. Fig. 10 shows the construction of the porous slabs.
At Santee Cooper about 1 bbl of cement was used per cu yd of porous concrete and the mortar was Portland cement paste without any sand. The aggregate
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FIG. 9.   Porous concrete slab slope protection in lieu of riprap as used by Harza Engineering Co. on Santee Cooper project. South Carolina.
FIG. 10.   Placing porous concrete slab, Santee Cooper project.   (Courtesy Harza Engineering Co.)
for the pervious concrete graded from % in. to J^ in. with about 60 per cent coarser than % in. This aggregate was thoroughly mixed with Portland cement with only enough water to provide a stiff cement paste which would adhere to the gravel and which would not tend to settle to the bottom of the porous concrete layer and fill the voids.